Hardwickia binata .

Hind. Unjun

Inga xylocarpa Lagerstromia laneeolata Mangifera indica

Melia Azadirachta , Nauclea Cadamba , Ktmclea cordif olia .

Mango Neem

Hind. Jamba .

Hind.   Lendya;   in   the !     west, Bundarya . 1 Hind. Am or Amba.

Hind. Neem   ,

Hind. Kadam or Kuluni.

Hind, Httrdoo; in east, Halun

shafts, bows, etc., lor wmcn u is mucn employed, Very large trees of it are found in the remoter forests, but where accessible it has been nearly exterminated.

A large handsome tree, plentiful in a few localities, chiefly in the Nimar, Hoshun-gabad, and Chanda districts; wood extremely hard and heavy, of a deep brown colour, in old trees almost black j mature timber makes everlasting bridge posts, etc.,' but is too heavy for beams \ smaller trees" used as rafters j bark used in tanning, and for ropes.

Hard, tough wood, used for handles of tools, etc. Not common.

An excellent timber for ordinary building purposes.

A durable timber; scarcely used, however, the fruit being in great demand. Grows wild in ravines of higher hills.

Mature timber makes a fine furniture wood; leaves used in a fomentation for strains and bruises, for which they are very effective; oil is yielded by the seeds.

A light red wood, very straight in the grain and easily worked; a good common building timber, and also for planks, boxes, etc.

A yellow wood, good for all common carpentry, also furniture, boxes, etc.; one
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